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(54) PRIMER COMPOSITION FOR POLYPROPYLENE RESIN 

(57)Abstract: 

PURPOSE; To provide the titled compsn. having excellent adhesion and resistance to cold and heat, 
by using a compsn. consisting of a mixture of a chlorinated PE and a chlorinated ethylene/vinyl 
acetate copolymer and a hard resin such as a rosin ester as a main binder resin. 
CONSTITUTION: OWVOpts.wt. hard resin selected jfrom among rosin esters having a softening 
point of 80°C or above obtd. by esterfying rosin with glycerol, oil- soluble phenolic resins having a 
softening point or 100°C or above, arom. petroleum resins and cumarone/indene resins is added to 
1 OOWSOpts.wt. mixture of 10W90pts.wt. chlorinated PP having a chlorine content of 5W50wt% 
and 90W10pts.wt. chlorinated ethylene/vinyl acetate copolymer having a vinyl acetate content of 
5W45mol% and a chorine content of 5W45vrt%. The resulting compsn. is used as a main binder 
resin and dissolved in an arom. hydrocarbon (e.g. toluene). 
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